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(54) Process for preparing ethylene oxide catalysts 

(57) This invention relates to a process for the prep- 
aration of an ethylene oxide catalyst having improved 
selectivity stability which process comprises depositing 
a promoting amount of a Group I element selected from 
the group consisting of potassium, lithium and mixtures 
thereof, on a porous, refractory support, at least partially 
drying the support, thereafter depositing a catalyticaily 
effective amount of silver, a promoting amount of alkali 
metal, a promoting amount of rhenium and optionally, a 
promoting amount of a rhenium co-promoter selected 
from sulphur, molybdenum, tungsten, chromium, phos- 
phorus, boron and mixtures thereof, on the support, and 
subsequently drying the support. 
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Description 

The invention relates to a process for the preparation of silver-containing catalysts suitable for the preparation of 
ethylene oxide and to the use of the catalyst for the preparation of ethylene oxide. 

Catalysts for the production of ethylene oxide from ethylene and molecular oxygen are generally supported silver 
catalysts. Such catalysts are typically promoted with alkali metals. Small amounts of the alkali metals potassium, rubidium 
and cesium were noted as useful promoters in supported silver catalysts in U.S. Patent No. 3,962,136, issued June 8, 
1 976, and U.S. Patent No. 4,010,1 15, issued March 1, 1977. The use of other co-promoters, such as rhenium, or rhenium 
along with sulphur, molybdenum, tungsten and chromium is disclosed in U.S. Patent No. 4,766,105, issued August 23, 
1988, and U.S. Patent No. 4,808,738, issued February 28, 1989. U.S. Patent No. 4,908,343, issued March 13, 199o! 
discloses a supported silver catalyst containing a mixture of a cesium salt and one or more alkali metal and alkaline 
earth metal salts. 

It has now been found that catalysts pre-doped, pretreated or pre-impregnated with a promoting amount of one or 
more alkali metals, preferably selected from the group of lithium, potassium and cesium have improved selectivity and/or 
selectivity stabilities relative to those obtained with catalysts which have not been thus pre<Joped. 

The invention therefore relates to a process for the preparation of a catalyst for the production of ethylene oxide 
from ethylene and molecular oxygen in the vapour phase which process comprises depositing a predopant amount of 
at least one alkali metal preferably selected from the group consisting of lithium, potassium and cesium on a porous, 
refractory support, at least partially drying the support, and thereafter depositing a catalytically effective amount of silver! 
a promoting amount of alkali metal, optionally a promoting amount of rhenium, and optionally a promoting amount of a 
rhenium co-promoter selected from sulphur, molybdenum, tungsten, chromium, phosphorus, boron and mixtures thereof, 
on the support, and subsequently drying the support. 

Generally, in the vapour phase reaction of ethylene with oxygen to produce ethylene oxide, the ethylene is present 
in at least a double amount (on a molar basis) compared with oxygen, but frequently is often much higher. Therefore, 
the conversion is calculated according to the mole percentage of oxygen which has been consumed in the reaction to 
form ethylene oxide and any oxygenated by-products. The oxygen conversion is dependent on the reaction temperature, 
and the reaction temperature is a measure of the activity of the catalyst employed. The value T 40 indicates the temper- 
ature at 40 mole percent oxygen conversion in the reactor and is expressed in °C. This temperature for any given catalyst 
is higher when the conversion of oxygen is higher. Moreover, this temperature is strongly dependent on the employed 
catalyst and the reaction conditions. The selectivity (to ethylene oxide) indicates the molar amount of ethylene oxide in 
the reaction product compared with the total molar amount of ethylene converted. In this specification, the selectivity is 
indicated as S 40 . which means the selectivity at 40 mole percent oxygen conversion, and the activity is indicated as T 40 . 
The selectivity of the catalyst is important because it determines how efficiently the process operates. For example, for 
the highest efficiency, it is desired to minimize undesired side reactions of the process by utilizing a catalyst with high 
selectivity. Also important to overall efficiency, and hence, economics, is the stability of the selectivity of the catalyst. It 
is desired that the catalyst maintain its selectivity over a long period of time, and any improvements in extending the 
useful lifetime of the catalyst by maintaining a higher level of selectivity are extremely important in operating efficiency 
and economics. 

The catalysts of the instant invention comprise a catalytically effective amount of silver, a promoting amount of alkali 
metal, a promoting amount of rhenium, and. optionally, a promoting amount of a rhenium co-promoter selected from 
sulphur, chromium, molybdenum, tungsten, phosphorus, boron and mixtures thereof, supported on a porous, refractory 
support which has been pretreated with a pre-doping amount of a Group I element preferably selected from the group 
consisting of lithium, potassium, cesium and mixtures thereof. 

In general, the catalysts of the present invention are prepared by impregnating porous refractory supports with alkali 
metal predopant. which is preferably selected from lithium and/or potassium and/or cesium compound(s). complex(es) 
and/or salt(s) dissolved in a suitable solvent sufficient to cause deposition on the support of from 10 to 5000, preferably 
from 15 to 500 parts per million by weight of the total catalyst, of the alkali metal predopant. The porous refractory 
support is then at least partially dried and thereafter impregnated with silver ions or compound(s), complex(es) and/or 
salt(s) dissolved in a suitable solvent sufficient to cause deposition on the support of from 1 to 40, preferably from 1 to 
25 percent by weight, basis the weight of the total catalyst, of silver. The impregnated support is subsequently separated 
from the solution and the deposited silver compound is reduced to metallic silver Also deposited on the support either 
prior to, coincidental^ with, or subsequent to the deposition of the silver will be suitable ions, or compound(s) and/or 
salt(s) of alkali metal dissolved in a suitable solvent. Optionally deposited on the support either prior to, coincidentally 
with, or subsequent to the deposition of the silver and/or alkali metal will be suitable rhenium ions or compound (s), 
complex(es) and/or salt(s) dissolved in an appropriate solvent. Optionally deposited on the support either prior to, coin- 
cidentally with, or subsequent to the deposition of the silver and/or alkali metal and/or rhenium will be suitable ions or 
salt(s), complex(es) and/or compound(s) of sulphur, molybdenum, tungsten, chromium phosphorus and/or boron dis- 
solved in an appropriate solvent. 
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The carrier or support employed in these catalysts in its broadest aspects can be any of the large number of con- 
ventional, porous refractory catalyst carriers or support materials which are considered relatively inert in the presence 
of ethylene oxidation feeds, products and reaction conditions. Such conventional materials are known to those skilled 
in the art and may be of natural or synthetic origin and preferably are of a macroporous structure, i.e., a structure having 
5 a surface area below about 10 m2/g and preferably below about 3 m2/g. Particularly suitable supports are those of 
aluminous composition though other materials such as charcoal, pumice, magnesia, zirconia. kieselguhr, fuller's earth, 
silicon carbide, porous agglomerates comprising silica and/or silicon carbide, silica, magnesia, selected clays, artificial 
and natural zeolites and ceramics can also be used as supports. Refractory supports especially useful in the preparation 
of catalysts in accordance with this invention comprise the aluminium oxide, in particular those comprising alpha alumina. 

10 In the case of alpha alumina-containing supports, preference is given to those having a specific surface area as measured 
by the B.E.T. method of from 0.03 to 1 0, preferably from 0.05 to 5, more preferably from 0. 1 m2/g to 3 m2/g, and a water 
pore volume as measured by conventional water absorption techniques of from 0.1 to 0.75 ml/g by volume. The B.E.T. 
method for determining specific surface area is described in detail in Brunauer, S., Emmet, P. Y. and Teller, E., 1 Anv 
Chem. Soc. §Q, 309-16 (1938). 

is The support is preferably shaped into particles, chunks, pieces, pellets, rings, spheres, wagon wheels, and the like 
of a size suitable for use in fixed bed reactors. Conventional commercial fixed bed reactors are typically in the form of 
a plurality of parallel elongated tubes (in a suitable shell) filled with catalyst. In such reactors, it is desirable to use a 
support formed into a rounded shape, such as. for example, spheres, pellets, rings, tablets and the like, having diameters 
from about 2.5 mm to about 20 mm. 

20 The catalysts of the present invention are prepared by a technique in which an alkali metal predopant in the form 
of soluble salts and/or compounds is deposited on the support which is then subjected to partial drying or to a thermal 
treatment sufficient to allow deposition of the potassium and/or lithium salts and, while not wishing to be bound by any 
particular theory, presumed complexation with the anionic components on the surface of the catalyst. Thereafter, an 
alkali metal promoter(s), the rhenium promoter, and the rhenium co-promoter, if present, in the form of soluble salts 

25 and/or compounds are deposited on the catalyst and/or support prior to, simultaneously with, or subsequent to the 
deposition of the silver and each other. The preferred method is to deposit silver, alkali metal promoter, rhenium and 
rhenium co-promoter, if present, simultaneously on the support, that is, in a single impregnation step. Alkali metal, pref- 
erably selected from the lithium, potassium and/or cesium, however must be deposited on the support prior to all of the 
other catalyst components and the support must then be at least partially dried to a degree sufficient to fix the alkali 

30 metal on the support before deposition of the other catalyst components. 

Generally, the carrier is contacted with alkali metal predopant, preferably lithium and/or potassium and/or cesium, 
in salt, compound or potassium complex form which has been dissolved in an aqueous or essentially aqueous solution, 
dried at a temperature in the range of from 200 °C to 1000 °C, and then contacted with silver in salt, compound, or 
complex form which has been dissolved in an aqueous solution, so that the carrier is impregnated with said aqueous 

35 solution; thereafter the impregnated carrier is separated form the aqueous solution, e.g., by centrifugation or filtration 
and then dried. The thus obtained impregnated carrier is heated to reduce the silver to metallic silver. It is conveniently 
heated to a temperature in the range of from 50 °C to 600 6 C, during a period sufficient to cause reduction of the silver 
salt, compound or complex to metallic silver and to form a layer of finely divided silver, which is bound to the surface of 
the carrier, both the exterior and pore surface. Air, or other oxidizing gas, reducing gas, an inert gas or mixtures thereof 

40 may be conducted over the carrier during this heating step. 

Although alkali metals do exist in a pure metallic state, they are not suitable for use in that form. The alkali metals 
are used as an ion or compound dissolved in a suitable solvent for impregnation purposes. 

In a preferred embodiment, the potassium compound is selected from the group consisting of potassium acetate, 
nitrate, chloride, oxide, hydroxide, oxalate and mixtures thereof, with potassium nitrate, oxalate, acetate and mixtures 

45 thereof being particularly preferred. Particularly preferred potassium promoters are potassium nitrate and potassium 
acetate. In a preferred embodiment, the lithium compound is selected from the group consisting of lithium hydroxide, 
oxide, chloride, carbonate, acetate, oxalate and mixtures thereof, with lithium hydroxide, oxide, acetate and mixtures 
thereof being particularly preferred. Particularly preferred lithium promoters are lithium hydroxide and lithium acetate. 
In a preferred embodiment, the potassium compound is selected from the group consisting of potassium acetate, 

so nitrate, chloride, oxide, hydroxide, oxalate and mixtures thereof, with potassium nitrate, oxalate, acetate and mixtures 
thereof being particularly preferred. Particularly preferred potassium promoters are potassium nitrate and potassium 
acetate. In a preferred embodiment, the lithium compound is selected from the group consisting of lithium hydroxide, 
oxide, chloride, carbonate, acetate, oxalate and mixtures thereof, with lithium hydroxide, oxide, lithium acetate and mix- 
tures thereof being particularly preferred. Particularly preferred lithium promoters are lithium hydroxide and lithium ace- 

55 tate. 

In a preferred embodiment, the cesium compound is selected from the group consisting of cesium acetate, acety- 
lacetonate, chloride, carbonate, nitrate, oxalate, hydroxide and mixtures thereof, with cesium nitrate, acetate, chloride 
and mixtures thereof being particularly preferred. Particularly preferred cesium promoters are cesium nitrate and cesium 
acetate. 
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Promoting amounts of at least one alkali metal promoter(s) are deposited on the pre-doped support using a suitable 
solution. The amount of alkali metal promoter deposited upon the pre-doped support generally lies between 10 and 
5000. preferably between 15 and 2000 and more preferably, between 20 and 1500 parts per million by weight of total 
catalyst. Most preferably, the amount ranges between 50 and 1000 parts per million by weight of the total catalyst. 

5 The alkali metal promoters are present on the catalysts in the form of cations or compounds of complexes or surface 

compounds or surface complexes rather than as the extremely active free alkali metals, although for convenience pur- 
poses in this specification and claims they are referred to as "alkali metal" or "alkali metal promoters". For purposes of 
convenience, the amount of alkali metal deposited on the support or present on the catalyst is expressed as the metal. 
In a preferred embodiment, at least a major proportion (greater than 50%) of the alkali metal promoters comprise 

w the higher alkali metals. As used herein, the term "higher alkali metal" and cognates thereof refers to the alkali metals 
selected from the group consisting of potassium, rubidium, cesium and mixtures thereof. A preferred alkali metal promoter 
is cesium. A particularly preferred alkali metal promoter is cesium plus at least one additional alkali metal. The additional 
alkali metal is preferably selected from sodium, lithium and mixtures thereof, with lithium being preferred. 

The carrier is optionally also impregnated with rhenium ions, salt(s), compound(s), and/or complex(es). This may 

75 be done at the same time that the alkali metal promoter is added, or before or later; or at the same time that the silver 
is added, or before or later; or at the same time that the rhenium co-promoter, if present, is added, or before or later. 
Preferably, rhenium, alkali metal, rhenium co-promoter, if present, and silver are in the same impregnating solution. The 
preferred amount of rhenium, calculated as the metal, deposited on or present on the carrier or catalyst ranges from 0.1 
to 10, more preferably from 0.2 to 5 micromoles per gram of total catalyst, or, alternatively stated, from 19 to 1860, 

20 preferably from 37 to 930 parts per million by weight of total catalyst. 

Suitable rhenium compounds for use in the preparation of the instant catalysts are rhenium compounds that can be 
solubilized in an appropriate solvent Preferably, the solvent is a water-containing solvent. More preferably, the solvent 
is the same solvent used to deposit the silver and the alkali metal promoter. Examples of suitable rhenium compounds 
include the rhenium salts such as rhenium haiides, oxyhalides, rhenates, perrhenates, oxides and acids. A preferred 

25 compound for use in the impregnation solution is the perrhenate, preferably ammonium perrhenate. However, the alkali 
metal perrhenates, alkaline earth metal perrhenates, silver perrhenates, other perrhenates and rhenium heptoxide can 
also be suitably utilized, in a preferred embodiment of the instant invention, the rhenium present on the catalyst is present 
in a form that is extractable in a dilute aqueous base solution. 

U.S. Patent No. 4,766,105 teaches that if a rhenium co-promoter is added to an alkali metal/rhenium doped sup- 

30 ported silver catalyst, an improvement in initial selectivity is obtained. While suitable catalysts can be prepared in the 
absence of a rhenium co-promoter, it is preferable that the catalysts contain a rhenium co-promoter. When a co-promoter 
is utilized, it is selected from the group consisting of (preferably a compound of) sulphur, molybdenum, tungsten, chro- 
mium, phosphorus, boron and mixtures thereof. In a presently preferred embodiment, the co-promoter is applied to the 
catalyst in the oxyanionic form. Preferred are sulfates, molybdates, tungstates, chromates, phosphates and borates. 

35 The anions can be supplied with various counter-ions. Preferred are ammonium, alkali metal, mixed alkali metal and 
hydrogen (i.e. acid form). 

The preferred amount of rhenium co-promoter compound present on or deposited on the support or catalyst ranges 
from 0.1 to 10, preferably from 0.2 to 5 micromoles, expressed as the element, per gram of total catalyst. 

One method of preparing the silver containing catalyst can be found in U.S. Patent 3,702,259. Other methods for 
40 preparing the silver-containing catalysts which in addition contain higher alkali metal promoters can be found in U.S. 
Patent 4,010,115; U.S. Patent 4,356,312; U.S. Patent 3,962.136, and U.S. Patent 4,012,425. Methods for preparing 
silver-containing catalysts containing higher alkali metal and rhenium promoters can be found in U.S. Patent No. 
4,761,394, and methods for silver-containing catalysts containing higher alkali metal and rhenium promoters and a 
rhenium co-promoters selected from sulphur, chromium, molybdenum and/or tungsten can be found in U S Patent No 
45 4,766.105. 

In general terms, the impregnation process comprises pre-impregnating the support with one or more solutions 
comprising at least one Group I element preferably selected from the group consisting of potassium, lithium, cesium 
and mixtures thereof, at least partially drying the impregnated support, impregnating the thus pre-doped support with 
one or more solutions comprising silver, alkali metal promoter, optionally rhenium, and optionally rhenium co-promoter, 

so and drying the support. As used in the instant specification and claims, the terminology "impregnating the support with 
one or more solutions comprising silver, alkali metal, rhenium and/or rhenium co-promoter", and similar or cognate 
terminology means that the support is impregnated in a single or multiple impregnation with one solution containing 
silver, alkali metal, rhenium and rhenium co-promoter in differing amounts; or in multiple impregnations with two or more 
solutions, wherein each solution contains at least one component selected from silver, alkali metal, rhenium and rhenium 

55 co-promoter, with the proviso that all of the components will individually be found in at least one of the solutions. For 
purposes of the pre-impregnation step, the concentration of the Group I element (expressed as the element) will range 
from 1 x 10~s up to 1 and preferably, from 5 x 10~* to 0.1 g/l when a single pre-impregnation step is utilized. In the 
impregnation step the concentration of the silver (expressed as the metal) in the silver-containing solution will range 
from 1 g/l up to the solubility limit when a single impregnation is utilized. The concentration of the alkali metal promoter 
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(expressed as the metal) will range from 1 x 10"3 up to 12 and prelerably, from 10 x 10~3 to 12 g/l when a single 
impregnation step is utilized. The concentration of the rhenium (expressed as the metal) if present will range from 5 x 
10"3 to 20 and preferably from 50 x 10~3 to 20 g/l when a single impregnation step is utilized. The concentration of 
rhenium co-promoter (expressed as the element), if present, will range from 1 x 10'3 to 20 and preferably from 10 x 

5 10"3 to 20 g/l when a single impregnation step is utilized. Concentrations selected within the above noted ranges will 
depend upon the pore volume of the catalyst, the final amount desired in the final catalyst and whether the impregnation 
is single or multiple. Appropriate concentrations can be readily determined by routine experimentation. 

The amount of silver deposited on the support or present on the support during impregnation is to be a catalytically 
effective amount of silver, i.e., an amount that catalyzes the reaction of ethylene and oxygen to produce ethylene oxide. 

w Preferably this amount will range from 1 to 40, more preferably from 1 to 25, and even more preferably from 5 to 20 
percent by weight of the total catalyst. 

The silver catalysts according to the present invention have been shown to have high initial selectivity and/or high 
selectivity stabilities for ethylene oxide production in the direct oxidation of ethylene with molecular oxygen to ethylene 
oxide. The conditions for carrying out such an oxidation reaction in the presence of the silver catalysts according to the 

is present invention broadly comprise those already described in the prior art. This applies, for example, to suitable tem- 
peratures, pressures, residence times, diluent materials such as nitrogen, carbon dioxide, steam, argon, methane or 
other saturated hydrocarbons, to the presence of moderating agents to control the catalytic action, for example, 1 .2- 
dichloroethane, vinyl chloride, ethyl chloride or chlorinated polyphenyl compounds, to the desirability of employing recy- 
cle operations or applying successive conversations in different reactors to increase the yields of ethylene oxide, and to 

20 any other special conditions which may be selected in processes for preparing ethylene oxide. Pressures in the range 
of from atmospheric to about 3500 kPa are generally employed. Higher pressures, however, are not excluded. Molecular 
oxygen employed as reactant can be obtained from conventional sources. The suitable oxygen charge may consist 
essentially or relatively pure oxygen, a concentrated oxygen stream comprising oxygen in major amount with lesser 
amounts of one or more diluents, such as nitrogen and argon, or another oxygen-containing stream, such as air. It is 

25 therefore evident that the use of the catalysts according to the present invention in ethylene oxide reactions is in no way 
limited to the use of specific conditions among those which are known to be effective. For purposes of illustration only, 
the following table shows the range of conditions that are often used in current commercial ethylene oxide reactor units. 





*GHSV 


1500-10,000 




Inlet Pressure 


1200-3000 kPa 




Inlet Feed 




35 


Ethylene 


1-40% 




o 2 


3-12% 




Ethane 


0-3% 


40 


Argon and/or methane and/or nitrogen diluent 


Balance 




Chlorohydrocarbon Moderator 


0.3-50 ppmv total 




Coolant temperature 


180-315 °C 


45 


Catalyst temperature 


180-325 °C 


0 2 conversion level 


10-60% 




EO Production (Work Rate) 


32-56 kg EO/m* of catalyst/hr 



* Volume units ol gas at standard temperature and pressure passing over one vol- 
ume unit of packed catalyst per hour. 

50 



In a preferred application of the silver catalysts according to the present invention, ethylene oxide is produced when 
an oxygen-containing gas is contacted with ethylene in the presence of the present catalysts at a temperature in the 
55 range of from about 1 80 P C to about 330 °C and preferably 200 °C to 325 °C. 
The invention will be illustrated by the following illustrative embodiments. 
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Illustrative Embodiments 



15 



20 



25 



jiyctrativp Embodiment 1 

5 l- erjearafiOD C gtcx* sjivej nxalate MhylPn^iam ine soli rtion for use in catalyst preparation: 

1, Dissolve 415 grams (g) of reagent-grade sodium hydroxide in 2340 mil»es (ml) deionized water. Adjust the 
W fl - "Spectropure" (high purrty) silver nitrate in 21 00 ml deionized water. Adjust the temperature 
10 3) Sd'sodiuni hydroxide solution sNy to silver nitrate solution wjh stirring • ^ ure ° f 50 

exceed 30 °C during addition. 

The above procedure yields a solution containing approximately 27-33%w silver. 
Pn rt r- r.atal yst pre-doninq proced ure: 

„« alpha ak.rtna. B.EX surface area 0 .« — » J?^^, J» iel » sed am) lha excess sAM 
used™ SS?*; H*-d. mori«M. in or*r « deposJt 1 56 ppm of po.ass.um <m <n M soppot 

minutes followed by calcination in a flowing air oven at 600 »C for four hours. 

and thereafter cooled to room temperature over a period of about two hours. 

Fm ratalvst G no cesium pre-doping of Catalyst carrier III was carried out , , r m , Ha «;n 

For cSs H in order to deposit 500 parts per million (ppm) of cesium ions, the fo.tow.ng soluton ™ 
g of monoemanolamine was diluS with 950 g of deionized water 2.466 g of f-^^^J^JS 
mUeJwith the above solution. 600 grams of Catalyst carrier IV was then vacuum ,mpregnated at 3.33-6.66 kPa vacuum 
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for three minutes. At the end of this time, the vacuum was released and the excess solution is decanted from the carrier. 
The carrier was then dried by continuous shaking in an 8500 iitre/hr air stream for ten minutes at 250 °C in 100 gram 
batches. The carrier was then calcined for four hours at 800 °C. 

For Catalyst I. no pre-doping of Catalyst carrier IV was carried out. 

5 

Part C: Preparation of impregnated catalysts: 

For preparing impregnated Catalyst A, a solution was prepared by adding cesium hydroxide (0.1939 grams) to 350 
g of the above-prepared silver oxalate/ethylenediamine solution (specific gravity = 1 .553 g/ml). 50 Grams of the resulting 
10 solution was used to prepare a catalyst with a target cesium level of 31 5 ppm. 

For Catalyst A, approximately 30 g of the lithium pre-doped carrier prepared above were placed under 3.33 kPa 
vacuum for 3 minutes at room temperature. Approximately 50 g of doped impregnating solution was then introduced to 
submerge the carrier, and the vacuum was maintained at 3.33 kPa for an additional 3 minutes. At the end of this time 
the vacuum was released, the excess impregnating solution was removed from the carrier by centrifugation for 2 minutes 
is at 500 rpm. The impregnated carrier was then cured by being continuously shaken in an 8500 Iitre/hr air stream flowing 
across a cross-sectional area of approximately 19-32 cm2 at 250 °C for 5 minutes. The cured catalyst was then ready 
for testing. 

For Catalyst B, the above procedure was followed, except the potassium-doped carrier was used as the support. 
Additionally, cesium hydroxide (0.2424 grams) was added to 350 g of the above-prepared silver oxalate/ethylenediamine 
20 solution to give a target cesium level of 330 ppm. 

For Catalyst C, the above procedure was used, except unmodified carrier I was used as the support. Additionally, 
cesium hydroxide (0.1873 grams) was added to 350 g of the above-prepared silver oxalate/ethylenediamine solution to 
give a target cesium level of 255 ppm. 

The procedures set forth above for Catalysts A, B and C yielded catalysts on this carrier which contained approxi- 
25 mately 1 3.5%w Ag with the following approximate dopant levels (expressed in parts per million by weight basis the weight 
of the total catalyst, i.e., ppmw) and which were approximately optimum in cesium for the given silver levels and support 
with regard to initial selectivity under the test conditions described below 



30 





Pre-doped Potassium, ppmw 


Pre-doped Lithium, ppmw 


Cesium, ppmw 


Catalyst A 




14 


315 


Catalyst B 


155 




330 


Catalyst C 






255 



For each of Catalysts D and E, into a 10 ml beaker was added 0.3222 g of (NH 4 )Re0 4 and approximately 3.0 g of 
40 ethylenediamine/HzO (50/50 by weight), and the mixture allowed to dissolve with stirring. 0.1572 g of Li 2 S0 4 * 4H 2 0 
was dissolved in 2 ml of water in a weighing dish, and then added to the perrhenate solution. 0.6777 g of LiN0 3 was 
dissolved in 3 ml of water and added to the perrhenate solution. The perrhenate/sulf ate/nitrate solution was allowed to 
stir, ensuring complete dissolution. This solution was added to 366 g of the above-prepared silver solution (specific 
gravity = 1.476 g/ml), and the resulting solution diluted with water to a total weight of 402 g. 0.1872 g of aqueous CsOH 
45 solution (46.5% Cs) was added to a 1 00 g portion of the silver oxalate/dopant solution to prepare the final impregnation 
solution, which targeted a final catalyst cesium level of approximately 430 ppm. One-half of this cesium-doped solution 
was used to prepare a catalyst. 

For Catalyst D, approximately 30 g of lithium pre-doped carrier II were placed under 3.33 kPa for 3 minutes at room 
temperature. Approximately 50 g of the above-prepared, doped impregnating solution was then introduced to submerge 
so the carrier, and the vacuum maintained at 3.33 kPa for an additional 3 minutes. At the end of this time the vacuum was 
released, and the excess impregnating solution removed from the carrier by centrifugation for 2 minutes at 500 rpm. 
Then the impregnated carrier was cured by being continuously shaken in an 8500 Iitre/hr air stream flowing across a 
cross-sectional area of approximately 19-32 cm2 at 260-270 °C for 6 minutes. The cured catalyst was then ready for 
testing. 

55 For Catalyst E, the above procedure was followed except un-modrfied Catalyst carrier II was used. 

The procedures set forth above for Catalysts D and E yielded catalysts on this carrier which contained approximately 
13.5%w Ag with the following approximate dopant levels (expressed in parts per million by weight basis the weight of 
the total catalyst, i.e., ppmw) and which were approximately optimum in cesium for the given silver levels and support 
with regard to initial selectivity under the test conditions described below. 
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Catalyst 


Pre<Joped Lithium, ppmw 


Rhenium, ppmw 


Cesium, ppmw 


D 


14 


279 


430 


E 




279 


430 



fotalvst F (Rhenium-containing, pre-doped Cs) 

For oreoaring impregnated Catalyst F. into a 10 ml beaker was added 0.168 g of (NH 4 )ReO< and approximately 3 
fl of SSSS tne mixture allowed to dissolve with stirring. 0.080 g of U 2 S0 4 .H^ was dissolved in rrt of 
Lterh a w^ahina dish and then added to the perrhenate solution. 0.345 g of LiN0 3 was dissolved in 2 ml of water 

competed Solution This dopant solution was then added to 189.7 g of the above-prepared s. ver solution (specrf-c 
oS ^ 55 gS and the Lilting solution diluted with water to a total weight of 204 g. One-fourth of th,s jri ution 
waTLi i . prepare a catalyst. 0.0923 g of stock CsOH solution containing 46.5 percent we.ght cesium was added to 
a 51 g portion of the silver oxalate/dopant solution to prepare the final impregnation solution. 

Thefinal impregnation solution thusprepared was then used to impregnate a ces.um pre-doped camermthe manner 

^^Sy 30 g of the cesium pre-doped carrier descrtoed above for Catalyst F were placed under 3.33 kPa 
vacuS 3 minutes at room temperature. Approximately 50 g of doped impregnating solution , was then ^oducedto 
submerge the carrier, and the vacuum maintained at 3.33 kPa for an addrt.onal 3 m.nutes^ At he end of ^ tmt *» 
vacZ ?was released, and excess impregnating soiulion removed from the carrier by centrrfugat,on for 2 m.nutes at ^ 
SHSS elated carrier was cured by being continuously shaken in an 8500 Irtremr air stream flowing .across 
! ^Toss-sectional area of approximately 1 9-32 cm* at 250-270 -C for 5-6 minutes. The cured ces.um pre-doped catalyst 
(Catalyst F) was then ready for testing. 

Catalyst G (Rhenium-containing, no pre-doped Cs) 

Catalyst G was prepared in the same manner as Catalyst F, except that the catalyst carrier was not pre-doped with 
cesium, and 0.128 g of the stock CsOH solution was added to a 51 g portion of silver stock solution. 

Catalyst H (Non-rhenium, pre-doped Cs) 

For preparing impregnated Catalyst H, a solution was prepared by adding cesium hydroxide (0 .3129 grams, 43.6% 
Cesiumfto 350 g of the above-prepared silver oxalate/ethylenediamine solution (specific gravrty = 1.553 g/ml). 

The Impregn^bn solution thus prepared was then used to impregnate a cesium pooped earner ,n the manner 

deS C^mS'el y 30 g of the cesium pooped carrier described in Part B above for Catalyst H were placed under 
3 33Tpa vacuum for 3 minutes at room temperature. Approximately 50 g of the cesium-doped Impregnating solution 
was then produced to submerge the carrier, and the vacuum maintained at 3.33 kPa for an addrt.onal 3 minutes. At the 
SSSsftne the vacuum was released, and excess impregnating solution removed from tt,e earner by centrrtugaton 
% 2 5M rpm. The impregnated carrier was then cured by being continuously shaken m an 8500 Ifrejv ajr 
Seam aSc for? minutes (oWa cross-section area of approximately 19-32 cm*). The cured ces.um pre-doped 
catalyst (Catalyst H) was then ready for testing. 

Catalyst I (Non-rhenium, no pre-doped Cs) 

Catalyst I was prepared in the same manner as Catalyst H, except that the catalyst carrier was nol ^e-doped with 
cesium and the amount of cesium hydroxide was adjusted to deposit 270 ppm of cesium on the finished 

le procedures set forth above for Catalysts F. G, H and I yielded catalysts on trus earner which contain approxi- 
mately 13 5%w-14.5%w Ag with the following approximate dopant levels (expressed in parts permjon by we,grt I bass 
t™ weight of the total catalyst, i.e.. ppmw) and which are approximately optimum in ces.um for the g.ven s.lver and 
rhentum « present, and sulphur levels and support wrth regard to initial selectivrty under the test condrtions described 
below. 
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Cesium Pre-Doped, ppmw 


Cs, ppmw 


Re, ppmw 


S, ppmw 


Catalyst F 


345 


420 


280 


48 


Catalyst G 


0 


580 


280 


48 


Catalyst H 


510 


200 


0 


0 


Catalyst I 


0 


270 


0 


0 



The actual silver content of the catalyst can be determined by any of a number of standard, published procedures. 
The actual level of rhenium on the catalysts prepared by the above process can be determined by extraction with water, 
followed by spectrophotometric determination of the rhenium in the extract. The actual level of cesium on the catalyst 
can be determined by employing a stock cesium hydroxide solution, which has been labelled with a radioactive isotope 
of cesium in catalyst preparation. The cesium content of the catalyst can then be determined by measuring the radio- 
activity of 'the catalyst. Alternatively, the cesium content of the catalyst can be determined by leaching the catalyst with 
boiling deionized water. In this extraction process cesium, as well as other alkali metals, is measured by extraction from 
the catalyst by boiling 10 grams of whole catalyst in 20 millilitres of water for 5 minutes, repeating the above two more 
times combining the above extractions and determining the amount of alkali metal present by comparison to standard 
solutions of reference alkali metals using atomic absorption spectroscopy (using Perkin Elmer Model 1 100 B or equiv- 
alent). 



Part n- Catalyst Tests 
Part nv With catalysts A-C 

3 to 5 grams of crushed catalyst (1 .41-0.84 mm, i.e. 14-20 mesh) were loaded into a V4 inch diameter stainless steel 
U-shaped tube The U tube was immersed in a moKen metal bath (heat medium) and the ends connected to a gas flow 
system. The weight of the catalyst used and the inlet gas flow rate were adjusted to achieve a gas hourly space velocity 
of 3300 ml of gas per ml of catalyst per hour. The inlet gas pressure is 1550 kPa. 

The gas mixture passed through the catalyst bed (in once-through operation) during the entire test run (including 
start-up) consisted of 30% ethylene, 8.5% oxygen, 5% ca*on dioxide, 54.5% nitrogen, and 2.0 to 6.0 ppmv ethyl chloride. 

The initial reactor (heat medium) temperature was 225 »C. After 1 hour at this initial temperature, the temperature 
was increased to 235 °C for 1 hour, and then adjusted to 245 °C for 1 hour. The temperature was then adjusted so as 
to achieve a constant oxygen conversion level of 40%. Performance data at this conversion level were usually obtained 
when the catalyst has been on stream for a total of at least 1-2 days. Due to slight differences in feed gas composition, 
gas flow rates and the calibration of analytical instruments used to determine the feed and product gas compositions, 
the measured selectivity and activity of a given catalyst may vary slightly from one test run to the next. To allow meaningful 
comparison of the performance of catalysts tested at different times, all catalysts described in this illustrative embodiment 
were tested simultaneously with a reference catalyst. All performance data reported in this illustrative embodiment are 
corrected relative to the average initial performance of the reference catalyst (S40 = 81 .0%; T 40 = 230 °C). 

The results are presented below in Table II. All selectivity values are expressed as %. 



TABLE II 


Initial Performance of Catalyst (Data Obtained at 40% Conversion) 


Catalyst 


Initial Selectivity 


A(Li) 


82.0% 


B(K) 


81.8% 


C 


81.0% 
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As can be seen from Table II. the catalyst which was prepared using a pre-doped lithium earner (Catalyst A), tad 
. hi^r bitial Zmv than a catalyst prepared without using a pre-doped potassium earner (Catalyst C), and was 
thusl^ 

^)^ad a h^hw initial selectivity than a catalyst prepared without using a pre-doped lithium earner (Catalyst C), and 
was thus advantaged. 

Part D.2: Wi th r.atalvsts D and E 

The initial conditions were as described above for catalyst A-C. 

Mer obSg initial performance values for selectivity at 40% conversion the catalysts were subjected to high 
sev^ag^oolions. Under these conditions, the catalyst was heated to either 85% conversion or a — 
STSto? a 10-day period to accelerate the aging of the catalyst After this 10-day aging penod, the catalysts were 
again brought to ^ inversion and reoptimized under standard conditions. The selectivrty was again m asked, and 
Scared* /the original value of the fresh catalyst. After the new selectivity value was determined, th.s cycle was 

decline of the catalyst continuously measured under standard "*«™*<»™ 
n loiav'cvdes relative to te fresh initial performance. The results are presented below in Table III. All selectivrty values 
^S^JTSSSL performances of Catalysts D and E were determined to be the same. w,th,n expenmental 
errorTnrtial S 40 values of 86.4% ± 0.4% and T 40 values of 264 °C ± 3 °C were obta.ned. 



20 



30 



TABLE I 



Loss in Selectivity* from Fresh Catalyst 
Total Days at Either 85% Conversion or 285 *C (Data Obtained at 40° 


to Conversic 


>n Conditions) 


Catalyst 


10 Days 


20 Days 


30 Days 


40 Days 


50 Days 


60 Days 


70 Days 


D(U) 
E 


-0.0% 
-1.3% 


-0.2% 
-2.5% 


-1.4% 
-3.4% 


-2.7% 
-4.1% 


-3.7% 
-5.1% 


-4.3% 
-6.3% 


-5.1% 
-7.4% 



' Loss in Selectivity (%) = { S 40 , % (Aged) } - {S40 % (Fresh) } 



35 



AO 



45 



As can be seen from Table III. Catalyst D. which was prepared without using a pre-doped lithium carrier, decreased 
in selectivity much more rapidly than did Catalyst E which was prepared using a pre-doped l.thium earner. 

Part D.3: With catalysts F and G 

The initial conditions were as described above for catalyst A-C. except that the amount of crushed catalyst used 
was 1 5-2 grams, the gas hourly space velocity 6800, and the constant ethylene ox.de production level 1 .5 A 

15 to 2 grams of crushed catalyst (0.841 -0.595 mm. i.e. 20-30 mesh) were loaded into a inch d.ameter stainless 

Stee T^e S 2 mixSe' passed thorough the catalyst bed (in once-through operation) during the entire test run (including 
startup) consisted of 25% ethylene 7% oxygen, 5% carbon dioxide. 63% nrtrogen. and 1 0 to 6.0 ppmv ethyl. *Mi 
/SfsSSiy data reported in this illustrative embodiment are corrected relative to the average initial performance 

° f ^TZ^T P l^cLues for select at 1 .5% ethylene oxide production the catalysts were sub- 
iectedto^ 

for an extended period of time to determine the stability of the catalysts. 
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The results are presented in the following Table IV. 



TABLE IV 



Loss of Selectivity* from Fresh Catalyst Cumulative Ethylene Oxide Production (kg Ethylene Oxide/litre Catalyst) 


Catalyst ; 


80 


160 


240 


320 


400 


480 


560 


F (Re/Cs) 


-0.6 


-1.9 


-2.3 


-2.6 


-3.8 


-3.8 


-4.3 


G (Re) 


-0.9 


-1.6 


-2.2 


-5.0 


-5.7 


-6.3 


-6.6 



• Loss of Selectivity (%) = { S 13 , % (Aged) } - {S^s, % (Fresh) } 



Part D 4: With catalysts H and I 

The initial conditions were as described above for catalysts A-C. All performance data reported in this illustrative 
embodiment are corrected relative to the average initial performance of the reference catalyst (S 40 = 81 .0%; T 40 = 230 
•C) The initial performances of Catalysts F and G were determined to be the same, within experimental error. 

After obtaining initial performance values for selectivity at 40% conversion the catalysts were subjected to high 
severity aging conditions. The high severity testing was done under the following conditions: 30,000 GHSV, 7% C0 2 . 
8 5% 0 2 30% ethylene, 5.6 ppm EC. balance N 2 . Reactor pressure was 1 550 kPa and the oxygen conversion was kept 
constant at 25%. The results are presented below in Table V. All selectivity values are expressed as %. 



TABLE V 



Loss of Selectivity* from Fresh Catalyst Total Days Under High Severity Test- 
ing Conditions (Data Obtained at 25% Conversion Conditions) 


Catalyst 


1 Day 


10 Days 


20 Days 


30 Days 


H(Cs) 


0% 


0% 


-1% 


-1.5% 


I 


0% 


0% 


-1.8% 


-2.3% 



* Loss in Selectivity (%) = { S25, % (Aged) } - {S25, % (Fresh) } 



As can be seen from Tables IV and V, catalysts which were prepared using a pre-doped cesium carrier, both the 
rhenium-containing catalyst (Catalyst F) and the non-rhenium containing catalyst (Catalyst H), declined less rapidly than 
rhenium-containing and non-rhenium containing catalysts prepared without using a pre-doped cesium carrier, Catalysts 
G and I respectively, and were thus significantly advantaged. 



Claims 

1 A process for preparing an ethylene oxide catalyst for the vapour phase production of ethylene oxide from ethylene 
and oxygen which process comprises depositing a predopant amount of at least one alkali metal, preferably selected 
from the group consisting of lithium, potassium and cesium, on a porous refractory support, at least partially drying 
the support, and thereafter depositing a catalytically effective amount of silver, a promoting amount of alkali metal 
and optionally a promoting amount of rhenium on said support, and optionally a promoting amount of a rhenium 
copromoter selected from sulphur, molybdenum, tungsten, chromium, phosphorus, boron and mixtures thereof and 
thereafter drying the support. 

2. The process of claim 1 wherein the alkali metal predopant is a lithium compound, which is selected from lithium 
hydroxide, lithium oxide, lithium chloride, lithium carbonate, lithium acetate, lithium oxalate and mixtures thereof. 

3. The process of claim 1 wherein the alkali metal predopant is a potassium compound, which is selected from potas- 
sium acetate, potassium nitrate, potassium chloride, potassium oxide, potassium hydroxide, potassium oxalate and 
mixtures thereof. 
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mixtures thereof. 

5. The process of claim 1 , wherein the support comprises alpha alumina, having a surface area in the range of from 
0.05 m 2 /g to about 10 m2/g. 

6. Theprocessofdaimlwherein^ 
thereof. 

7. Theprocessofc.aim6whereinthea«^^ 
The process of claim 7 wherein the alkali metal promoter is cesium plus lithium. 

liBCiBtlil 

micromoles of co-promoter, expressed as the element, per gram of total catalyst, 
presence of a catalyst prepared by a process according to any one of claims 1-9. 
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(54) Process for preparing ethylene oxide catalysts 

(57) This invention relates to a process for the prep- 
aration of an ethylene oxide catalyst having improved 
selectivity stability which process comprises depositing 
a promoting amount of a Group I element selected from 
the group consisting of potassium, lithium and mixtures 
thereof, on a porous, refractory support, at least par- 
tially drying the support, thereafter depositing a catalyt- 
ically effective amount of silver, a promoting amount of 
alkali metal, a promoting amount of rhenium and option- 
ally, a promoting amount of a rhenium co-promoter 
selected from sulphur, molybdenum, tungsten, chro- 
mium, phosphorus, boron and mixtures thereof, on the 
support, and subsequently drying the support. 
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